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IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 



In re Patent Application of 

Nicole AUPAIX et al. 1 

Application No.: Unassigned 
(Corresponds to PCT/FR00/00342) 

International Filing Date: 1 1 February 2000 

For: ORGANIC SOL AND SOLID 

COMPOUND BASED ON TITANIUM 
OXIDE AND AN AMPHIPHILIC 
COMPOUND AND PREPARATION 
METHODS 



Group Art Unit: (Unassigned) 
Examiner: (Unassigned) 



PRF.T JMTNA RV AMENDMENT 



BOX PCT 

Assistant Commissioner for Patents 
Washington, D.C. 20231 

Sir: 

Prior to examination, please amend the above-captioned application as follows: 



IN THE CLAIMS ; 

Kindly replace claims 1-23 as follows: 

1. (Amended) Organic sol, comprising: 

titanium oxide particles; 

an organic liquid phase; 

at least one amphiphilic compound selected from the group consisting of 
polyoxyethylenated alkyl ether phosphates. 
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2. (Amended) Sol according to claim 1, wherein the titanium oxide particles 
are at least partially covered by a layer of at least one silicon or metallic oxide, hydroxide 
or oxyhydroxide. 

3. (Amended) Sol according to claim 1, wherein the titanium oxide particles 
are at least partially covered: 

by a first layer of at least one cerium and/or iron compound, and 

by a second layer of at lest one silicon or metallic oxide, hydroxide or 

oxyhydroxide. 

4. (Amended) Sol according to claim 2, wherein the titanium oxide particles 
have a BET specific surface area of at least 70 m 2 /g. 

5. (Amended) Sol according to claim 2, wherein the ratio by weight of the 
silicon or metallic oxide(s), hydroxide(s) or oxyhydroxide(s) to titanium dioxide is at most 
60% by weight. 

6. (Amended) Sol according to claim 3, wherein the first aforementioned layer 
is based on at least one cerium compound with a content such that the ratio by weight of the 
cerium compound, expressed in Ce02, to the titanium dioxide is at most 6% by weight. 
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7. (Amended) Sol according to claim 2, wherein the first layer or the second 
layer is based on silica and/or aluminum oxide, hydroxide or oxy hydroxide. 

8. (Amended) Sol according to claim 1, wherein the organic liquid phase is 
based on a polar solvent. 

9. (Amended) Sol according to claim 1, wherein the amphiphilic compound is 
selected from the group consisting of polyoxyethylenated alkyl or alkylaryl ether 
phosphates. 

10. (Amended) Sol according to claim 1, wherein the polar solvent is selected 
from the group consisting of halogenated solvents, esters, and alcohols. 

1 1 . (Amended) Solid compound comprising a mixture of titanium oxide 
particles and at least one amphiphilic compound selected from polyoxyethylenated alkyl 
ether phosphates. 

12. (Amended) Sold compound according to claim 11, wherein the titanium 
oxide particles are at least partially covered with a layer of at least one silicon or metallic 
oxide, hydroxide or oxy hydroxide. 



R:\022701\943\Docs\01-08-17 Prelim Amdt 943. wpd 



Application No. Unaligned 
Attorney's Docket No. 022701-943 

Page 4 

13. (Amended) Solid compound according to claim 11, wherein the titanium 
oxide particles are at least partially covered: 

by a first layer of at least one cerium and/or iron compound, and 

by a second layer of at least one silicon or metallic oxide, hydroxide or 

oxyhydroxide. 

14. (Amended) Process for the preparation of a sol according to claim 1, 
comprising the mixing amphiphilic compound and the organic liquid phase together, then 
the titanium oxide particles, optionally covered with one or both of the aforementioned 
layers, are dispersed in the mixture obtained. 

15. (Amended) Process for the preparation of a sol according to claim 1, 
comprising a mixture forming of titanium oxide particles, optionally covered by one or 
both of the aforementioned layers, and at lest one aforementioned amphiphilic compound, 
then dispersing said mixture in the liquid phase. 

16. (Amended) Process for the preparation of a sol according to claim 1 
comprising an organic liquid phase (a), in particular a sol in an organic phase (a) based on 
a polar solvent, comprising forming a dispersion comprising titanium oxide particles, 
optionally covered by one or both of the aforementioned layers, and at least one 
aforementioned amphiphilic compound in an organic liquid phase (b) based on a solvent 
with a lower polarity than that of the solvent of the organic liquid phase (a); separating the 
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solid phase from the liquid phase (b); and dispersing the solid phase obtained in this way in 
the organic phase (a). 



17. (Amended) Preparation process according to claim 14, comprising using, as 
the starting product, titanium dioxide particles which were obtained by hydrolysis of at lest 
one titanium compound A in the presence of at least one compound B selected from the 
group consisting of: 

(i) acids which have: 

either a carboxyl group and at least two hydroxyl and/or amine groups, 
or at least two carboxyl groups and at least one hydroxyl and/or amine 

group, 

(ii) organic phosphoric acids of the following formulas: 
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O OH 
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P— CH 2 — [N - (CH2)n3— N 
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0=P-OH ° ° H 

I 
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in which n and m are integers comprised between 1 and 6, p is an integer comprised 
between 0 and 5, R 4 , R 5 and R 6 identical or different represent a hydroxyl, amino, aralkyl, 
aryl, alkyl group or hydrogen group, 

(iii) the compounds capable of releasing sulphate ions in an acid medium, 

(iv) salts of the acids described above 

and in the presence of anatase titanium dioxide seeds; 

then separating the precipitate formed from the hydrolysis medium. 

18. (Amended) Process according to claim 17, comprising using, as the starting 
product, titanium dioxide particles which were obtained by the hydrolysis process and in 
which the anatase titanium dioxide seeds are of a size no greater than 8 nm and are present 
in ratio by weight expressed in Ti02 present in the seeds/titanium present before the 
introduction of the seeds into the hydrolysis medium, expressed in Ti02 comprised 
between 0.01% and 3%. 
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19. (Amended) Process according to claim 17, comprising using, as the starting 
product, titanium dioxide particles which were obtained by the aforementioned hydrolysis 
process and in which the titanium compound A is titanium oxy chloride. 

20. (Amended) Process according to claim 17, comprising using, as the starting 
product, titanium dioxide particles which were obtained by the aforementioned hydrolysis 
process and in which compound B is critic acid. 

21. (Amended) Process according to claim 17, comprising using, as the starting 
product, titanium dioxide particles which were obtained by a process comprising the 
aforementioned hydrolysis and in which the precipitate formed is separated from the 
hydrolysis medium then redispersed in water resulting in a dispersion of titanium oxide in 
water and where said dispersion is dried at a temperature no greater than 120°C. 

22. (Amended) Process according to, wherein the sol is subjected to an 
ultrafiltration treatment. 

23. (Amended) Formulates for cosmetics, varnishes, paints or plastics 
comprising an effective amount of the sol according to claim 1 . 
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REMARKS 

Entry of the foregoing amendments is respectfully requested. 

The claims have been amended to eliminate multiple dependency and to place them 
in better condition for U.S. patent practice. 

Should the Examiner have any questions concerning the subject application, a 
telephone call to the undersigned would be appreciated. 




Registration No. 30,427 

P.O. Box 1404 

Alexandria, Virginia 22313-1404 
(703) 836-6620 

Date: August 17, 2001 
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Attachme nt to Preliminary Amendment dated Au2ust 17 , 2001 
Marked-up Claims 1-23 

1. (Amended) Organic sol, [characterized in that is comprises] comprising: 
titanium oxide particles; 

an organic liquid phase; 

at least one amphiphilic compound [chosen] selected from the group 
consisting of polyoxvethylenated alkyl ether phosphates. 

2. (Amended) Sol according to claim 1, [characterized in that] wherein the 
titanium oxide particles are at least partially covered by a layer of at least one silicon or 
metallic oxide, hydroxide or oxyhydroxide. 

3. (Amended) Sol according to claim 1, [characterized in that] wherein the 
titanium oxide particles are at least partially covered: 

by a first layer of at least one cerium and/or iron compound, and 

by a second layer of at lest one silicon or metallic oxide, hydroxide or 

oxyhydroxide. 

4. (Amended) Sol according to claim 2 [or 3], [characterized in that] wherein 
the titanium oxide particles have a BET specific surface area of at least 70 m 2 /g. 
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Attachment to Preliminary Amendment dated August 17, 2 001 
Marked-up Claims 1-23 

5. (Amended) Sol according to [one of claims 2 to 4] claim 2, [characterized in 
that] wherein the ratio by weight of the silicon or metallic oxide(s), hydroxide(s) or 
oxyhydroxide(s) to titanium dioxide is at most 60% by weight. 

6. (Amended) Sol according to [one of claims 3 to 5] claim 3 , [characterized in 
that] wherein the first aforementioned layer is based on at least one cerium compound with 
a content such that the ratio by weight of the cerium compound, expressed in Ce02, to the 
titanium dioxide is at most 6% by weight. 

7. (Amended) Sol according to [one of claims 2 to 6] claim 2 , [characterized in 
that] wherein the [aforementioned] first layer or the [aforementioned] second layer is based 
on silica and/or aluminum oxide, hydroxide or oxyhydroxide. 

8. (Amended) Sol according to [one of the previous claims] claim 1, 
[characterized in that] wherein the organic liquid phase is based on a polar solvent. 

9. (Amended) Sol according to [one of the previous claims] claim 1, 
[characterized in that] wherein the amphiphilic compound is [chosen] selected from the 
group consisting of polyoxyethvlenated alkyl or alkylaryl ether phosphates. 
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Attachment to Preliminary Amendment dated August 17, 2001 



Marked-up Claims 1-23 



10. (Amended) Sol according to [one of the previous claims] claim 1, 
[characterized in that] wherein the polar solvent is [chosen] selected from the group 
consisting of halogenated solvents, esters, and alcohols. 

11. (Amended) Solid compound^ characterized in that it comprises] comprising 
a mixture of titanium oxide particles and at least one amphiphilic compound [chosen] 
selected from polyoxyethylenated alkyl ether phosphates. 

12. (Amended) Sold compound according to claim 11, [characterized in that] 
wherein the titanium oxide particles are at least partially covered with a layer of at least one 
silicon or metallic oxide, hydroxide or oxyhydroxide. 

13. (Amended) Solid compound according to claim 11, [characterized in that] 
wherein the titanium oxide particles are at least partially covered: 

by a first layer of at least one cerium and/or iron compound, and 

by a second layer of at least one silicon or metallic oxide, hydroxide or 

oxyhydroxide. 

14. (Amended) Process for the preparation of a sol according to [one of claims 
1 to 10] claim 1 . [characterized in that] comprising the [aforementioned] mixing 
amphiphilic compound and the organic liquid phase [are mixed] together, then the titanium 
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Attachment to Preliminary Amendment dated August 17, 2001 
Marked-up Claims 1-23 

oxide particles, optionally covered with one or both of the aforementioned layers, are 
dispersed in the mixture obtained. 

15. (Amended) Process for the preparation of a sol according to [one of claims 
1 to 10] claim 1 . [characterized in that] com prising a mixture [is formed] forming of 
titanium oxide particles, optionally covered by one or both of the aforementioned layers, 
and at lest one aforementioned amphiphilic compound, then dispersing said mixture [is 
dispersed] in the liquid phase. 

16. (Amended) Process for the preparation of a sol according to [one of claims 
1 to 10] claim 1 comprising an organic liquid phase (a), in particular a sol in an organic 
phase (a) based on a polar solvent, [characterized in that] comprising forming a dispersion 
[is formed] comprising titanium oxide particles, optionally covered by one or both of the 
aforementioned layers, and at least one aforementioned amphiphilic compound in an 
organic liquid phase (b) based on a solvent with a lower polarity than that of the solvent of 
the organic liquid phase (a); separating the solid phase [is separated] from the liquid phase 
(b); and dispersing the solid phase obtained in this way [is dispersed] in the organic phase 
(a). 

17. (Amended) Preparation process according to [one of claims 14 to 16] 
claim 14 . [characterized in that] comprising using, as the starting product, titanium dioxide 

R:\022701\943\Docs\01-08-17 Prelim Amdt 943.wpd 



Application No. ainassigned) 
Attorney's Docket No. 022701-943 

Page 5 

Attachment to Prelim inary Amendment dated August 17. 2001 
Marked-up Claims 1-23 

particles [are used] which were obtained by hydrolysis of at lest one titanium compound A 
in the presence of at least one compound B [chosen] selected from the group consisting of : 

(i) acids which have: 

either a carboxyl group and at least two hydroxyl and/or amine groups, 
or at least two carboxyl groups and at least one hydroxyl and/or amine 

group, 

(ii) organic phosphoric acids of the following formulas: 



HO. 
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HO O R 5 O 

cut n 



O OH 
OH 11/ 
CH 2 — P — OH 



jQ=P — OH 
HO q OH O 
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P— C — 
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HO R<5 OH 



CH 2 — P— OH 
ll\ 

O OH 



OH 



in which n and m are integers comprised between 1 and 6, p is an integer comprised 
between 0 and 5, R 4 , R 5 and identical or different represent a hydroxyl, amino, aralkyl, 
aryl, alkyl group or hydrogen group, 

(iii) the compounds capable of releasing sulphate ions in an acid medium, 

(iv) salts of the acids described above 

and in the presence of anatase titanium dioxide seeds; 
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Marked-up Claims 1-23 

then [separation of] separating the precipitate formed from the hydrolysis medium. 

18. (Amended) Process according to claim 17, [characterized in that] 
comprisin g using , as th£ starting product, titanium dioxide particles [are used] which were 
obtained by the [aforementioned] hydrolysis process and in which the anatase titanium 
dioxide seeds are of a size no greater than 8 nm and are present in ratio by weight 
expressed in Ti02 present in the seeds/titanium present before the introduction of the seeds 
into the hydrolysis medium, expressed in Ti02 comprised between 0.01 % and 3% . 

19. (Amended) Process according to claim 17 [or 18], [characterized in that] 
comprising using, as the starting product, titanium dioxide particles [are used] which were 
obtained by the aforementioned hydrolysis process and in which the titanium compound A 
is titanium oxy chloride. 

20. (Amended) Process according to [one of claims 17 to 19] claim 17 , 
[characterized in that] comprising using, as the starting product, titanium dioxide particles 
[are used] which were obtained by the aforementioned hydrolysis process and in which 
compound B is critic acid. 



21. (Amended) Process according to [one of claims 17 to 20] claim 17, 
[characterized in that] comprising using, as the starting product, titanium dioxide particles 
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Marked-up Claims 1-23 

[are used] which were obtained by a process comprising the aforementioned hydrolysis and 
in which the precipitate formed is separated from the hydrolysis medium then redispersed 
in water resulting in a dispersion of titanium oxide in water and where said dispersion is 
dried at a temperature no greater than 120°C. 

22. (Amended) Process according to [one of claims 14 to 21], [characterized in 
that] wherein the sol is subjected to an ultrafiltration treatment. 

23. (Amended) [Use of a sol according to one of claims 1 to 10 for the 
preparation of formulations] Formulates for cosmetics, varnishes, paints [and in] or plastics 
comprising an effective amount of the sol according to claim 1 . 
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ORGANIC SOL AND SOUP COMPOUND BASED ON TITANIUM OXIDE AND AN 
AMPHIPHILtC COMPOUND AND PREPARATIONPgOCESSES ^ - 



5 The present invention relates to an organic sol and a solid compound based on 

titanium oxide and an amphiphilic compound and their preparation processes. 

Colloidal sols or dispersions of titanium oxide in organic media are known. 
However, the preparation processes of these sols are complex from an industrial point 
of view, A first class of processes uses compounds sensitive to water such as titanium 

1 0 alkoxides. Another class generally involves the preparation of an aqueous sol in the first 
instance and secondly bringing this aqueous so! into contact with an organic phase in 
order to transfer the titanium oxide Into the organic phase. Such an operating method is 
not suitable for preparing sols in polar phases which are miscible with water. There is 
therefore a requirement for simpler processes which also provide access to sols with 

1 5 varying characteristics. 

A subject of the present invention is to provide such processes and such organic 

sols. 

For this purpose, the organic sol according to the invention is characterized in 
that it comprises titanium oxide particles; an organic liquid phase and at least one 
20 amphiphilic compound chosen from the polyoxyethylenated alkyl ether phosphates. 

The invention also relates to a process for the preparation of such a sol which, 
according to a first variant, is characterized in that said amphiphilic compound and the 
organic liquid phase are mixed together, then the titanium oxide particles are dispersed 
in the mixture obtained. According to a second variant, the process is characterized in 
25 that a mixture of titanium oxide particles and at least one said amphiphilic compound 
are mixed together and said mixture is dispersed in the organic liquid phase. 

The sols according to the invention have the advantage of being able to exist in a 
wide range of solvents, polar or non-polar solvents. 

Other characteristics, details and advantages of the invention will appear more 
30 fully on reading the following description and the various concrete but non-limitative 
examples intended to illustrate it. 

In the remainder of the description, the expression sol or colloidal dispersion of 
titanium oxide designates any system constituted by fine solid particles of colloidal 
dimensions based on titanium oxide suspended in a liquid phase, said types also being 
35 optionally able to contain residual quantities of linked or adsorbed ions such as for 
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example chlorides* sulphates, nitrates, acetates, citrates, ammoniums or organic bases 
such as diethylamine. It should be noted that in such dispersions, the titanium may 
either be totally in the form of colloids or simultaneously in the form of ions and in the 
form of colloids. 

5 The particles of the sol according to the invention can be based on titanium 

dioxide with a mainly anatase crystal structure. "Mainly" means that the content of the 
anatase titanium dioxide particles is higher than 50% by mass. Preferably, the particles 
have an anatase content greater than 80%. The degree of crystallization rate and the 
nature of the crystalline phase are measured by XR diffraction. 

1 0 These particles can also be of rutile structure, 

The average diameter of these particles in the sol is generally at most 250 nm, 
preferably at least 15 nm, even more preferentially between 20 and 70 nm. It is 
specified here that the average diameter of the particles or colloids must be understood 
as designating the average hydrodynamic diameter of the latter, and as determined by 

15 quasi-elastic diffusion of light according to the method described by Michael L Mc 
Connell in the journal Analytical Chemistry 53, no. 8, 1007 A, (1981). 

The particles of the sol according to the invention generally have a BET specific 
surface area of at least 200 m 2 /g, preferably at least 250 m 2 /g. 

By BET specific surface area is meant the specific surface area determined by 

20 nitrogen adsorption according to the ASTMD 3663-78 standard based on the 
BRUNAUER - EMMETT - TELLER method described in the periodical "The Journal of 
the American Society", 60, 309 (1938). In order to measure the specific surface area of 
the particles according to the invention, when they are in the form of a dispersion, it is 
essential to follow the measurement protocol which consists of eliminating the liquid 

25 phase from the dispersion then drying the particles under vacuum at a temperature of 
150*C for at least 4 hours. 

According to two variants of the invention, the titanium oxide particles of the sol 
can comprise a coating. Before the following description of these two variants, it can be 
specified here that in both cases, the particles have an average diameter generally of at 

30 most 100 nm, preferably at least 25 nm ( even more preferentially comprised between 50 
and 70 nm. These coated particles also generally have a BET specific surface area of at 
least 70 m 2 /g, preferably at least 100 m 2 /g. 

In the first of these variants, the titanium oxide particles are at least partially 
coated with a layer of at least one metallic or silicon oxide, hydroxide or oxyhydroxide, 

35 For this first variant, reference can be made to Patent Application EP-A-880564 the 
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teaching of which relating to the description of the product and its method of preparation 
is incorporated here by way of reference. These metallic oxides, hydroxides or 
oxyhydroxides can in particular be chosen from Si0 2 , ZrO* aluminium, zinc, titanium or 
tin oxides I hydroxides or oxyhydroxides in simple or mixed form. By mixed is 
5 understood a metallic compound based on at least two of the aforementioned elements 
(siiicoaluminates, etc.). 

In general, the ratio by weight of the metallic oxides, hydroxides or oxyhydroxides 
to the titanium dioxide is at most 60% by weight. This ratio is a function of the use for 
which the particles are Intended. Preferably, when the particles are used in a cosmetic 
1 0 application, this ratio is 25%, even more preferentially at most 20%. 

This quantity of metallic oxide, hydroxide or oxyhydroxide is measured on the 
particles in dispersion by X-ray fluorescence. 

According to a particular embodiment of the invention, the particles are at least 
partially covered with a layer of silica and/or an aluminium oxide, hydroxide or 
1 5 oxyhydroxide in simple or mixed form. 

According to another embodiment, the particles are covered with a layer of silica 
and aluminium hydroxide or oxyhydroxide with an SiC>2 content of 30% by weight and 
an AI2O3 content of 15% by weight with respect to the titanium dioxide. 

According to more particular embodiment, the particles are covered with a layer 
20 of silica and aluminium hydroxide or oxyhydroxide with an Si0 2 content of 15% by 
weight and an Al 2 0 3 content of 5% by weight with respect to the titanium dioxide. 

According to the second of these variants, the titanium oxide particles are at least 
partially covered with a first layer of at least one compound of cerium and/or iron, and a 
second layer of least one metallic or silicon oxide, hydroxide or oxyhydroxide. For this 
25 second variant, reference can be made to Patent Application WO-A-98/01392 the 
teaching of which relating to the description of the product and its preparation method 
are incorporated here by way of reference. 

The compounds present in the first aforementioned layer are precursors of 
cerium or iron oxide, i.e. they are thermally decomposable to cerium or iron oxide. They 
30 may be cerium or iron salts. 

Particles covered with a cerium compound are preferred. The ratio by weight of 
the cerium compound(s) to the titanium dioxide is preferably at most 6% by weight, 
expressed in Ce02> This ratio can be optimized as a function of the size of the particles. 
Thus, it has been observed that for particles of 25 nm diameter, the optimum cerium 
35 content was 5.5% by weight, expressed in Ce0 2 , with respect to the titanium dioxide; 
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similarly for particles of 45 nm diameter, this content is 4.5%; for particles of 60 nm 
diameter, this content is 3%, and for particles of 80 nm diameter, this content is 2%, 

The particles of this second variant are also at least partially covered with a 
second layer based on at least one metallic oxide, hydroxide or oxyhydroxide. The 
5 oxide is generally Si0 2l while the metallic hydroxide or oxyhydroxide can in particular be 
chosen from the aluminium, zinc, titanium or tin hydroxides or oxyhydroxides in simple 
or mixed form (as defined above). 

In general, the ratio by weight of the metallic oxides, hydroxides or oxyhydroxides 
to the titanium dioxide is at most 60% by weight. This ratio is a function of the use for 
10 which the particles are intended. Preferably, when the particles are used in a cosmetic 
application, this ratio is at most 25%, even more preferentially at most 20%. 

These quantities of metallic compounds, oxides, hydroxides or oxyhydroxides are 
measured on the particles in dispersion by X-ray fluorescence. 

According to a particular embodiment, the particles are covered at least partially 
15 with a first layer of a compound of cerium and a second layer based on silica and/or an 
aluminium hydroxide or oxyhydroxide in simple or mixed form. The contents by weight 
can in this case be 15% of SiO* and 5% of Al 2 0 3 with respect to the titanium dioxide. 
The second layer can also be based solely on silica with a content by weight of 30% of 
Si0 2 . 

20 The organic liquid phase of the sol according to the invention can be based on an 

organic liquid or a very varied mixture of organic liquids. 

The organic solvent or liquid can be an inert cycloaliphatic or aliphatic 
hydrocarbon, or a mixture of the two, such as for example mineral spirits or naphtha 
which may also contain aromatic components. There can be mentioned for example 

25 hexane T heptane, octane, nonane, decane> cyclohexane, cydopentane, cycloheptane 
and liquid naphthenes. The aromatic solvents such as benzene, toluene, ethylbenzene 
and the xylenes are also suitable as well as petroleum fractions of ISOPAR or 
SOLVESSO type (trade marks registered by the company EXXON), in particular 
SOLVESSO 100 which mainly contains a mixture of methylethyl and trimethylbenzene, 

30 and SOLVESSO 150 which contains a mixture of alkyl benzenes, in particular 
dimethylethylbenzene and tetramethylbenzene. 

Chlorinated hydrocarbons can also be used such as chloro or dichiorobenzene, 
chlorotoluene as well as aliphatic and cycloaliphatic ethers such as diisopropyl ether, 
dibutyl ether and aliphatic and cycloaliphatic ketones such as methylisobutylketone, 

35 diisobutylketone, mesityl oxide. 
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Ketones can also be used such as acetone, aldehydes, nitrogenous solvents 
such as acetomtrile, alcohols, acids and phenols. 

Esters can also be envisaged. As esters which may be used there can in 
particular be mentioned those resulting from the reaction of acids with C1 to C8 alcohols 
5 and ip particular secondary alcohol palmitates such as isopropanol. The acids from 
which these esters originate can be aliphatic carboxylic acids, aliphatic sulphonic acids, 
aliphatic phosphonic acids, alkylarylsulphonic acids and afkylarylphosphonic acids 
having approximately 10 to approximately 40 carbon atoms, either natural or synthetic. 
By way of example there can be mentioned the fatty acids of tallol, coconut oil, soya oil, 

10 tallow oil, linseed oil, oleic acid, linoleic acid, stearic acid and its isomers, pelargonic 
acid, capric acid, lauric acid, myristic acid, dodecylbenzenesulphonic acid, 2-ethyl 
hexanoic acid, naphthenic acid, hexoic acid, toluene-sulphonic acid, toluene- 
phosphonic acid, iauryi-sulphonic acid, lauryl-phosphonic acid, palmityl-sulphonic acid 
and palmityl-phosphonic acid. 

15 According to a particularly useful characteristic of the sol according to the 

invention, the organic liquid phase is based on a polar solvent or a mixture of polar 
solvents. By polar solvent is meant those having a dielectric constant s r greater than 5, 
as defined in particular in the publication "Solvents and Solvent Effects In Organic 
Chemistry", C. Reichardt, VCH, 1988. This polar solvent can be chosen from 

20 halogenated solvents such as dichloromethane; esters of ethyl acetate, isopropyl 
palmitate, methoxy-propyl acetate type; alcohols such as ethanol, butanol or 
isopropanol; poiyols such as propane diol, butane diol or diethylene glycol; ketones 
such as cyclohexanone or 1-methyIpyrrolidin-2-one. 

According to an important characteristic of the invention, the sol further 

25 comprises an amphiphilic compound. Without wishing to be bound by one explanation, 
it can be considered that this amphiphilic compound is adsorbed on or in electrostatic 
interaction with the titanium oxide particles or also complexed with the latter. 

This compound is chosen from the polyoxyethylenated alky) ether phosphates. 
The polyoxyethylenated alkyl ether phosphates of the following formula are meant here: 

30 

RrO-tCHa-CHs-O^P-tOM^ 

I! 

O 

or also the polyoxyethylenated dialkoyl phosphates of formula: 
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R 2 -O-(CH 2 -CH2-0)n 

I 

R 3 -0-(CH 2 -CH 2 -0) n -P-OM 1 



in which Ri, R 2 , R3, identical or different, represent a linear or branched alkyl 
radical, in particular with 2 to 20 carbon atoms; a phenyl radical; an alkylaryi radical, 
more particularly an alkylphenyl radical, in particular with an alkyl chain with 8 to 12 

10 carbon atoms; an arylalkyl radical, more particularly a phenylaryl radical; n the number 
of ethylene oxide being able to vary from 2 to 12 for example; M1 represents a 
hydrogen, sodium or potassium atom. The R 3 radical can in particular be a hexyl, octyl, 
decyl, dodecyl, oleyl, nonylphenyl radical. 

As an example of this type of amphiphilic compound there can be mentioned 

15 those marketed under the brand names Lubrophos® and Rhodafac® and in particular 
the products below: 

- the poly-oxy-ethytene- alkyl (C8-C10) ether phosphates Rhodafac® RA 600 

- the poly-oxyethylene tri-decyl ether phosphate Rhodafac® RS 71 0 or RS 4 1 0 

- the poly-oxy-ethylene oleoketyl ether phosphate Rhodafac® PA 35 
20 - the poly-oxy-ethylene nonylphenyl ether phosphate Rhodafac® PA 1 7 

- the poly-oxy-ethylene nonyl(branched) ether phosphate Rhodafac® RE 61 0 
The amphiphilic compound is chosen as a function of the nature of the organic 

liquid phase. More specifically, this choice Is made by adapting the hydrophilic/lipophilic 

equilibrium of the amphiphilic compound to the hydrophilic/lipophilic character of the 
25 organic phase. In other words, the more polar the solvent contained in the organic 

phase, the more hydrophllic the amphiphilic compound will be. 

The proportion of amphiphilic compound with respect to the titanium oxide is 

generally comprised between 2 and 10 molecules per nm 2 of titanium oxide surface 

area, assuming a surface area comprised between 10 and 80CE 2 per comptexing head of 
30 titanium cation. 

The sols according to the invention have a concentration of titanium compound 

which can reach 40% expressed by weight of TiC>2 with respect to the total weight of the 

dispersion. 

The organic sols produced in this way have excellent stability. No settlement is 
35 observed after several months. 
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The present invention also relates to a solid compound which is characterized in 
that it comprises a mixture of titanium oxide particles and at least one amphiphilic 
compound chosen from those described above. 

This solid compound is presented either in the form of a paste or in the form of a 
5 powder. The titanium oxide is presented in this solid compound in the form of 
aggregated elementary crystallites, the average size of the aggregates ranging from 20 
to lOOnm. The solid compound has the property of being redispersible, i.e. being able to 
produce a sol according to the invention and as described above when it is suspended 
in an organic liquid phase. 
1 0 The titanium oxide particles of the solid compound according to the invention can 

comprise a coating which is at least partial in the form of a layer of at least one silicon or 
metallic oxide, hydroxide or oxyhydroxide or also in the form of a first layer of at least 
one compound of cerium and/or iron and a second layer of at least one silicon or 
metallic oxide, hydroxide or oxyhydroxide. 
15 What was described previously regarding the particles of the sol also applies 

here for the solid compound, 

The preparation processes for the solid compound and the sol according to the 
invention will now be described. 

As starting product, any titanium oxide is used which is capable of producing a 
20 sol when it is dispersed in a liquid phase and in particular any titanium oxide capable of 
being in the form described above regarding the solid compound. 

There follows the description of and the preparation process for the titanium 
oxide particles which are particularly suitable as starting products for preparing the sol 
and the solid compound according to the invention. 
25 The starting products are based on titanium dioxide with a mainly anatase crystal 

structure as defined previously. 

These starting anatase titanium dioxide particles can be of a size of at most 100 
nm, preferably at least 15 nm, yet more preferentially comprised between 20 and 70 
nm. This diameter is measured by transmission electron microscopy (TEM). Their BET 
30 specific surface area is generally at least 200 m 2 /g, preferably at least 250 m z /g. This 
BET specific surface area is measured as defined previously. 

The starting particles also have a density of the order of 2,5. By "of the order of 
is meant that the density is 2.5 ± 0.2. This density is given by the following formula: 
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density ■ 1 . 

(1/p) + Vi 

in which: 

p is the density of the anatase, i.e. 3.8, 
5 Vi is the volume provided by the intraparticle pores, measured by the BJH 

method. By volume measured by the BJH method is meant the volume measured using 
the BARRETT-JOYNER-HELENDA method described in an article in the publication 
'Techniques de I'lngenieur" and entitled 'Texture des solides poreux ou divises", p. 
3645-1 to 3645-13. 

10 In order to measure the volume provided by the intraparticle pores of the 

particles according to the invention, when they are in the form of a dispersion, it is 
essential to follow the measurement protocol which consists of eliminating the liquid 
phase of the dispersion then drying the particles under vacuum at a temperature of 
1 50°C for at least 4 hours. 

15 Particles as described above can be obtained by hydrolysis of at least one 

titanium compound A in the presence of at least one compound B chosen from: 
(i) the acids having: 

- either a carboxyl group and at least two hydroxy! and/or amine groups, 

- or at least two carboxyl groups and at least one hydroxyl and/or amine group, 
20 (ii) the organic phosphoric acids of the following formulae: 

HO O {R 5 1 O OH 

Mi I II / 
P_ | C | _P 
25 / I \ 

HO LR4jn OH 



30 

HO O 
Ml 
P 

/ 

35 HO 



OH O OH 

I II / 

C P 
I \ 
R 6 OH 



14-08-2001 12=37 DE RHODIR SERUICES PROP IND A 



00017038362021 P. 11/27 



9 



10 



0 OH 
II / 

HO O CH2 _ P _ OH 

Ml / 
P CH2 [N (CH2)m]p N 
/ " l" "\ 

HO CH2 CH2 P OH 

I II " 

O = P„OH 0 OH 

I 

OH 



in which n and m are integers comprised between 1 and 6, p is an integer 
15 comprised between 0 and 5, R4, R& and Re identical or different represent a hydroxyl, 
amino, aralkyl, aryl, alkyl group or hydrogen 

(iii) the compounds capable of releasing sulphate ions in an acid medium, 

(iv) the salts of the acids described above, 

and in the presence of anatase titanium dioxide seeds. 
20 The starting solution, intended to be hydrolyzed, is preferably totally aqueous; 

another solvent, such as an alcohol, can optionally be added provided that the titanium 
compound A and compound B used are substantially soluble in this mixture. 

As regards the titanium compound A, a compound chosen from titanium halides, 
oxyhalides, aikoxides, sulphates and more particularly synthetic sulphates is generally 
25 used. 

By synthetic sulphates is meant solutions of titanyl sulphates produced by ion 
exchange from very pure titanium chloride solutions or by reacting sulphuric acid with a 
titanium alkoxide. 

The preparation is preferably carried out with titanium compounds of the titanium 
30 halide or oxyhalide type. The titanium halides or oxyhalides which are more particularly 
used in the present invention are titanium fluorides, chlorides, bromides and iodides 
(respectively oxyfluorides, oxychlorides, oxybromides and oxyiodides). 

According to particularly preferred method, the titanium compound is titanium 
oxychloride TiOCb- 

35 The quantity of the titanium compound A present in the solution to be hydrolyzed 

is not critical. 
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The initial solution further contains at least one compound B as defined 
previously. As non-limitative example of compounds B falling within the scope of the 
present invention, there can be mentioned in particular: 

- hydroxypolycarboxylic acids, and more particularly hydroxydi- or 
5 hydroxytricarboxylic acids such as citric acid, maleic acid and tartaric acid, 

- (polyhydroxy)monocarboxylic acids, such as for example glucoheptonic acid 
and gluconic acid, 

- poly(hydroxycarboxylic) acids, such as for example tartaric acid 

- dicarboxylic monoacids and their corresponding amides, such as for example 
1 0 aspartic acid, asparagine and glutamic acid, 

- monocarboxylic aminoacids, hydroxylated or non-hydroxylated, such as for 
example lysine, serine and threonine, 

- methylene aminotriphosphonate, methylene ethylenediaminotetraphosphonate, 
methylene triethylenetetraaminohexaphosphonate, 

1 5 methylene tetraethylenepentaaminoheptaphosphonate, 
methylene pentaethylenehexaarninooctaphosphonate, 

- methylene diphosphonate; 1,1' ethylene diphosphonate; 1,2 ethylene 
diphosphonate; 1,1' propylene diphosphonate; 1,3 propylene diphosphonate; 1,6 
hexamethylene diphosphonate; 2,4 dihydroxypentamethylene 2,4 disphosphonate; 2,5 

20 dihydroxyhexmethylene 2,5 diphosphonate; 2,3 dihydroxybutylene 2,3 diphosphonate; 1 
hydroxybenzyl 1,1' diphosphonate; 1 aminoethylene 1-T diphosphonate; 
hydroxymethylene diphosphonate; 1 hydroxyethylene 1,1' diphosphonate; 1 
hydroxypropyiene 1-1' diphosphonate; 1 hydroxybutylene 1-1* diphosphonate; 1 
hydroxyhexamethylene 1,1' diphosphonate. 

25 As already indicated, it is also possible to use all the salts of the aforementioned 

acids as compound B. In particular, these salts are either alkaline salts and more 
particularly sodium salts, or ammonium salts. 

These compounds can also be chosen from sulphuric acid and ammonium and in 
particular potassium sulphates. 

30 Preferably, the compounds B as defined above are hydrocarbon-comprising 

compounds of aliphatic type. In this case, the length of the main hydrocarbon- 
comprising chain preferably does not exceed 15 carbon atoms, and more preferentially 
10 carbon atoms. The preferred compound B is citric acid. 
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The quantity of compound B is not critical. In general, the molar concentration of 
compound B with respect to that of titanium compound A is comprised between 0.2 and 
10% and preferably between 1 and 5%. 

Finally, the starting solution comprises titanium dioxide seeds. The preferred 
5 specific characteristics of these seeds and their use are given below. 

Thus, the titanium dioxide seeds used in the present invention firstly are of a size 
of less than 8 nm, measured by X-ray diffraction. Preferably, titanium dioxide seeds are 
used having a size comprised between 3 and 5 nm. 

Next, the ratio by weight of titanium dioxide present in the titanium seeds present 
10 in the hydrolysis medium before introducing the seeds - i.e, provided by titanium 
compound A - and expressed in Ti0 2 is comprised between 0.01 and 3%. This ratio can 
preferentially be comprised between 0.05 and 1.5%. The combination of these two 
conditions with respect to the seeds (size and ratio by weight) combined with the 
process described previously allows precise control over the final size of the titanium 
15 dioxide particles, a level of seeds being associated with a particle size. Particles can be 
obtained in this way with a diameter which varies between 20 and 1 00 nm. 

Titanium dioxide seeds are used in anatase form in order to induce the 
precipitation of the titanium dioxide in anatase form. Generally, as a result of their small 
size, these seeds are in a poorly crystallized anatase form. These seeds usually take 
20 the form of an aqueous suspension constituted by titanium dioxide. They can generally 
be obtained in a known manner by a process for neutralizing a titanium salt by a base. 

The following stage consists in hydrolyzing the starting solution by any means 
known to a person skilled in the art and in general by heating. In the latter case, 
hydrolysis can preferably be carried out at a temperature greater than or equal to 70°C. 
25 It is also possible initially to operate at a temperature lower than the medium's boiling 
point then maintain the hydrolysis medium level at the boiling point. 

Once hydrolysis is achieved, the titanium dioxide particles obtained are 
recovered by separating the precipitated solid from the mother liquors. They can be 
redispersed in a liquid medium, preferably acid or basic, for example in water, in order 
30 to obtain a dispersion of titanium dioxide. 

According to a variant of the process, after recovering the particles obtained 
following hydrolysis and before they are redispersed, the particles can be neutralized 
and/or subjected to at least one washing operation. The particles can be recovered for 
example by centrifuging the solution resulting from hydrolysis, they are then neutralized 
35 by a base, for example an ammonium hydroxide or soda solution. They can be washed 
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by redispersing them in an aqueous solution, then the particles are separated from the 
aqueous washing phase. After optionally one or more other washing operations of the 
same type, the particles are redispersed in a liquid, for example water, which can 
preferably be acid or basic, 
5 As regards titanium oxide particles in rutile form, these can be obtained by 

hydrolysis of a titanium compound chosen from the titanium halides, oxyhalides and 
alkoxides. 

Titanium particles can be used in solid form by simple evaporation or by drying at 
a temperature of at most 120°C of the aforementioned dispersion, i.e. that obtained 
10 after hydrolysis, separation from the hydrolysis medium and replacing in a liquid phase. 
This temperature is preferably comprised between 30 and 80*C. 

As regards the preparation of the titanium oxide particles according to the two 
variants described above, i.e. those in which the particles comprise a coating, the 
process is carried out according to the contents of the aforementioned Patent 
15 Applications EP-A-880564 and WO-A-98/01392. It can be recalled here, in the case of 
the first variant, that the process consists of precipitating at least one metallic oxide, 
hydroxide or oxyhydroxide on the surface of the titanium dioxide particles. This 
precipitation can be achieved by introducing into a dispersion of precursors of titanium 
dioxide particles metallic oxides, hydroxides or oxyhydroxides generally in the form of 
20 aqueous solutions of salts, then modifying the pH in order to obtain the precipitation of 
these oxides, hydroxides or oxyhydroxides on the titanium dioxide particles. 

In the case of the second variant, the process consists of precipitating at least 
one compound of cerium and/or iron on the surface of the titanium dioxide particles then 
of precipitating at least one metallic oxide, hydroxide or oxyhydroxide on the surface of 
25 the particles obtained. 

These precipitations can also be achieved by introducing into a dispersion of 
precursors of titanium dioxide particles compounds of cerium and/or iron, metallic 
oxides, hydroxides or oxyhydroxides generally in the form of aqueous solutions of safts, 
then modifying the pH in order to obtain the precipitation of these compounds, oxides, 
30 hydroxides or oxyhydroxides on the titanium dioxide particles. 

In general and for the two variants, this precipitation is carried out at a 
temperature of at least 50°C. 

The preparation process for the sol according to the invention can be 
implemented according to a first variant. In this variant, the aforementioned amphiphilic 
35 compound and the organic liquid phase are mixed together, then the titanium oxide 
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particles are dispersed in the mixture obtained. It should be noted that it is possible 
either to introduce the solid particles into the amphiphilic compound/organic phase 
mixture or to pour this mixture onto the titanium oxide particles. Once the particles, the 
amphiphilic compound and the organic phase have been brought into contact, agitation 
5 is carried out until a stable colloidal dispersion is obtained. 

There is a second variant of the process. In this case, a mixture of titanium oxide 
and at least one aforementioned amphiphilic compound is formed, This mixture can be 
achieved using any known mechanical means such as mixing in order to obtain a 
homogeneous paste. In this way, a solid compound is obtained as defined above. Said 

1 0 mixture is then dispersed in the organic liquid phase. 

A third variant will now be described which is more particularly suitable for the 
preparation of a sol in a polar organic phase. 

This variant, for the preparation of a sol according to the invention in an organic 
liquid phase (a) includes a first stage in which a dispersion is formed comprising 

15 titanium oxide particles and at least one amphiphilic compound of the aforementioned 
type in an organic liquid phase (b) based on a solvent with lower polarity than that of the 
solvent of the organic liquid phase (a). On formation of this dispersion, segregation can 
be observed due to water which may be present in the starting hydrated titanium oxide. 
In this case, the segregated water is separated from the rest of the dispersion, 

20 In a second stage, the solid phase of the dispersion is separated from its liquid 

phase (b), This separation can be carried out by any suitable technique. The separation 
can thus be carried out by flocculation by a third solvent or also by distillation or 
evaporation. Following this separation, a solid phase is obtained which can be dried and 
which takes the form, depending on the extent of drying, either of a powder or of a paste 

25 and which constitutes a solid compound according to the invention. In a last stage, the 
phase or the solid compound obtained in this way is redispersed in the organic phase 
(a) in order to obtain the sought sol. 

The dispersions of titanium oxide particles in the organic phase can be subjected 
to an ultrafiltration treatment in order to improve their stability if necessary. 

30 Finally, it should be noted that the sols obtained can be subjected to a 

dehydration post-treatment by passing them over a solid desiccant for example. 

The sols according to the invention can be used in all the applications where 
titanium is used for its photocatalytic properties. In this case, the titanium oxide particles 
do not comprise any coating of the type described above. 
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The sols based on tftanium oxide particles according to the invention and in 
particular those comprising particles with a coating of this type can be used as anti-UV 
agents in the preparation of formulations for cosmetics, varnishes, paints and plastics. 

Non-limitative examples will now be given. 

5 

EXAMPLE 1-A 

This example and the following relate to the preparation of a colloidal dispersion 
in an Isopar medium. The titanium oxide particles are first prepared as follows. 

The following are added successively to 394.7 g of a titanium oxychloride 
1 0 solution at 1 .9 mol/kg: 

- 42.02 g of 36% hydrochloric acid, 

- 473 g of citric acid, 

- 547.1 g of purified water, 

- 73.84 g of a suspension containing 1 ,06% by weight of anatase seeds. 

15 The mixture is taken to boiling and maintained at boiling point for 3 hours. The 

solution is left to settle and the supernatant Is siphoned out., followed by redispersing 
with one volume of demineralized water with one volume of water in order to obtain a 
dry extract of 20% by weight In this way a perfectly stable sol is obtained. The size of 
the colloids is 22 nm. 

20 11.2 g of ester phosphate Rhodafac RS 410 marketed by Rhodia is then first 

dissolved in 70 g of Isopar L at ambient temperature and under agitation. 10 g of Ti02 
powder is then introduced progressively into this mixture. This Ti02 powder was 
obtained by drying the colloidal dispersion of Ti02 oxide previously described at SOX 
and contains 77% of Ti02. The reaction mixture is completed with Isopar to reach a 

25 total mass (amphiphilic compound + T1O2 powder + Isopar) equal to 100 g» then left 
under agitation until a stable colloidal dispersion is obtained. A particle size is observed 
which is substantially identical to the size of the particles present in the initial aqueous 
colloidal dispersion. 

30 EXAMPLE 1-B 

26 g of Ti02 powder obtained by drying the colloidal dispersion described in 
Example 1-a at 50 ft C is introduced. 29.9 g of ester phosphate RS 410 and CH2CI2 is 
added to reach 336 g. Agitation is carried out overnight until a dispersion is obtained. 
An aliquot of 168 g of the dispersion is evaporated in a rotary evaporator at 30 6 C 
35 under vacuum obtained by a water suction pump. The powder obtained in this way is 
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redispersed in an equivalent volume of Isopar. A dispersion in Isopar is obtained which 
is stable over time. 

EXAMPLE 2^ 

5 This example and the next example relate to the preparation of a colloidal 

dispersion in a xylene medium. 

15.6 g of ester phosphate Rhodafac RS 710 marketed by Rhodia is first 
dissolved in 60 g of xylene at ambient temperature and under agitation. 10 g of Ti02 
powder obtained by drying the colloidal dispersion of T102 previously described at 50*C 
10 is progressively introduced into this mixture to which xylene is added at ambient 
temperature to a total mass of 100 g. The reaction mixture is left under agitation until a 
stable colloidal dispersion is obtained. A particle size is observed which is substantially 
identical to the size of the particles present in the initial aqueous colloidal dispersion. 

15 EXAMPLE 2-B 

26 g of Ti02 powder obtained by drying the colloidal dispersion described in 
Example 1-a at 50"C is introduced. 29.9 g of ester phosphate RS 410 is added and 
CH2CI2 solvent is added to reach 336 g. Agitation is carried out overnight until a 
dispersion is obtained. 

20 An aliquot of 168 g of dispersion is evaporated in a rotary evaporator at 30 e C 

under vacuum obtained by a water-jet aspirator pump. The paste obtained in this way is 
redispersed in an equivalent volume of xylene. A dispersion in xylene is obtained which 
is stable over time. 

25 EXAMPLE 3 

This example relates to a colloidal dispersion in an ethyl acetate medium. 

1.93 g of ester phosphate Rhodafac® RS 710 marketed by Rhodia is first 
dissolved in 15 g of xylene at ambient temperature and under agitation. 2 g of Ti02 
powder obtained by drying the colloidal dispersion of Ti02 oxide previously described at 
30 50'C is added progressively and xylene is added at ambient temperature to reach 20 g. 
Agitation is carried out until a stable colloidal dispersion is obtained. 

5 g of the colloidal dispersion obtained in this way is evaporated at ambient 
temperature under a ventilated hood. The paste obtained in this way is redispersed in 
4.1 1 g of ethyl acetate. After agitation, a colloidal dispersion is obtained which is stable 
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over time. A particle size of 24 nm is observed, which is substantially identical to the 
size of the particles present in the initial aqueous colloidal dispersion, 

EXAMPLE 4 

5 This example relates to a colloidal dispersion in a butanol medium. 

0.77 g of ester phosphate Rhodafac® RS 710 marketed by Rhodia is first 
dissolved in 15 g of xylene at ambient temperature and under agitation, 2 g of 7102 
powder obtained by drying the colloidal dispersion of T102 oxide previously described at 
50°C is introduced and xylene is added at ambient temperature in order to reach a total 
10 mass of 20 g. Agitation is carried out until a stable colloidal dispersion is obtained. 

5 g of the colloidal dispersion obtained in this way is evaporated at ambient 
temperature under a ventilated hood. The paste obtained in this way is redispersed in 
4.35 g of butanol. After agitation, a colloidal dispersion is obtained which is stable over 
time, A particle size of 28 nm is observed. 

15 

EXAMPLE 5 

This example relates to a colloidal dispersion in an ethanol medium 

193 g of ester phosphate RS 710 marketed by Rhodia is first dissolved in 15 g of 

xylene at ambient temperature and under agitation, 2g of Ti02 powder obtained by 
20 drying the colloidal dispersion of Ti02 oxide previously described at 50 C C is added 

progressively and xylene is added at ambient temperature to reach 20 g. Agitation is 

carried out until a stable colloidal dispersion is obtained, 

5 g of the colloidal dispersion obtained in this way is evaporated at ambient 

temperature under a ventilated hood. The paste obtained in this way is redispersed in 
25 4.11 g of absolute ethanol After agitation, a colloidal dispersion is obtained which is 

stable over time. A particle size of 23 nm is observed, 

EXAMPLE 6 

This example relates to a colloidal dispersion of Ti02 coated with AI203 and 
30 Si02 in Isopar, 

A colloidal dispersion of Ti02 nanoparticles is used the surface of which has 
been treated according to the operating method described in Example 2 of Patent 
Application EP-A-880564, the starting titanium oxide particles having been obtained 
according to Example 1 of said Application and by adding to the titanium oxychloride 
35 solution 17.04 g of a suspension containing 106% by weight of anatase seeds having a 
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size comprised between 5 and 6 nm. The colloidal dispersion has a dry extract of 

approx. 35%, colloids 60 nm in size. The composition of the surface coating is 15% 

Si02-5% AI203, the pH of the dispersion is 8.7, 

This colloidal dispersion is evaporated overnight at SOX in a ventilated oven. 
5 A powder is obtained with 85.5% oxide. 

A solution is prepared with 12.5% by weight of Rhodafac RS 410 in Isopar, 

18 g of the 12.5% Isopar solution is added to 2 g of the dried powder obtained as 

described previously. A colloidal dispersion is then obtained which is stable over time. 

10 EXAMPLE 7 

This example relates to a colloidal dispersion of Ti02 coated with AI203 and 
Si02 in isopropyl paimitate. 

0.44 g of Rhodafac RS 410 and 18 g of isopropyl paimitate are added to 2,34 g 
of Ti02 powder surface treated as described previously in Example 6. After agitation at 
1 5 ambient temperature, a colloidal dispersion is obtained which is stable over time. 

EXAMPLE 8 

This example relates to a colloidal dispersion of Ti02 coated with AI203 and 
Si02 in isopropyl paimitate and with a high concentration of titanium oxide. 
20 11.2 g of Rhodafac RS 410 is solubilized in 80 g of isopropyl paimitate. 60 g of 

Ti02/AI203-Si02 powder produced as described previously In Example 6 is then added 
slowly, under agitation. After agitation at ambient temperature for 3 days, a dispersion is 
obtained. After dilution in isopropyl paimitate, a size of the order of 63 nm is determined, 
which is substantially identical to the size of the nanoparticles of the Initial dispersion, 

25 

EXAMPLE 9 

This example relates to a colloidal dispersion of TI02 coated with two layers, one 
based on Ce02, the other based on A1203 and Si02 in isopropyl paimitate. 

The colloidal dispersion of nanoparticles of Ti02 surface treated according to the 
30 operating method described in Example 2 of WO-A-98/01392, the starting titanium 
oxide particles having been obtained according to Example 1 of said Application and by 
adding to the titanium oxychloride solution 1136 g of a suspension containing 1 .06% by 
weight of anatase seeds of a size comprised between 5 and 6 nm. This dispersion has 
a dry extract Of approximately 23%, colloids 45 nm in size. The composition of the 
35 surface treatment is 15% Si02«5% AI203-5% Ce02, the pH of the dispersion is 5.5, 
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This colloidal dispersion is evaporated overnight at 50*C in a ventilated oven. 
A powder is obtained with 85,3% oxide. 

11.2 g of Rhodafac RS 410 is solubilized in 80 g of isopropyl palmitate, 60 g of 
Ti02 AI203-Si02 -Ce02 powder produced as described previously is added slowly and 
5 under agitation. After agitation at ambient temperature for 3 days, a dispersion is 
obtained which is stable over time. By granulometric analysis by dilution in isopropyl 
palmitate, a size of the order of 72 nm is determined, which is substantially identical to 
the size of the nanopartides of the initial dispersion. 
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CLAIMS 

1- Organic sol, characterized in that it comprises: 

~ titanium oxide particles; 
5 - an organic liquid phase; 

- at least one amphiphilic compound chosen from the polyoxyethyienated alkyf 
ether phosphates. 

2- Sol according to claim 1, characterised in that the titanium oxide particles are at least 
10 partially covered by a layer of at least one silicon or metallic oxide, hydroxide or 

oxyhydroxide. 

3- Sol according to claim 1, characterized in that the titanium oxide particles are at least 
partially covered: 

15 - by a first layer of at least one cerium and/or iron compound, and 

- by a second layer of at least one silicon or metallic oxide, hydroxide or oxyhydroxide. 

4- Sol according to claim 2 or 3, characterized in that the titanium oxide particles have a 
BET specific surface area of at least 70 m 2 /g. 

20 

5- Sol according to one of claims 2 to 4, characterized in that the ratio by weight of the 
silicon or metallic oxide(s) T hydroxide(s) or oxyhydroxide(s) to titanium dioxide is at most 
60% by weight. 

25 6- Sol according to one of claims 3 to 5, characterized in that the first aforementioned 
layer is based on at least one cerium compound with a content such that the ratio by 
weight of the cerium compound, expressed in Ce02, to the titanium dioxide is at most 
6% by weight, 

30 7- Sol according to one of claims 2 to 6, characterized in that the aforementioned layer 
or the aforementioned second layer is based on silica and/or aluminium oxide, 
hydroxide or oxyhydroxide. 

8- Sol according to one of the previous claims, characterized in that the organic liquid 
35 phase is based on a polar solvent. 
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9- Sol according to one of the previous claims, characterized in that the amphiphilic 
compound is chosen from polyoxyethylenated alkyl or alkylaryl ether phosphates, 

5 10- Sol according to one of the previous claims, characterized in that the potar solvent is 
chosen from halogenated solvents, esters, alcohols, 

11- Solid compound, characterized in that it comprises a mixture of titanium oxide 
particles and at least one amphiphilic compound chosen from polyoxyethylenated alkyl 

1 0 ether phosphates. 

12- Sold compound according to claim 11, characterized in that the titanium oxide 
particles are at least partially covered with a layer of at least one silicon or metallic 
oxide, hydroxide or oxyhydroxide. 

15 

13- Solid compound according to claim 11, characterized in that the titanium oxide 
particles are at least partially covered; 

- by a first layer of at least one cerium and/or iron compound, and 

- by a second layer of at least one silicon or metallic oxide, hydroxide or oxyhydroxide. 

20 

14- Process for the preparation of a sol according to one of claims 1 to 10, 
characterized in that the aforementioned amphiphilic compound and the organic liquid 
phase are mixed together, then the titanium oxide particles, optionally covered with one 
or both of the aforementioned layers, are dispersed in the mixture obtained. 

25 

15- Process for the preparation of a sol according to one of claims 1 to 10, 
characterized in that a mixture is formed of titanium oxide particles, optionally covered 
by one or both of the aforementioned layers, and at least one aforementioned 
amphiphilic compound, then said mixture is dispersed in the liquid phase. 

30 

16- Process for the preparation of a sol according to one of claims 1 to 10 comprising 
an organic liquid phase (a), in particular a sol in an organic phase (a) based on a polar 
solvent, characterized in that a dispersion is formed comprising titanium oxide particles, 
optionally covered by one or both of the aforementioned layers, and at least one 

35 aforementioned amphiphilic compound in an organic liquid phase (b) based on a solvent 
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with a lower polarity than that of the solvent of the organic liquid phase (a); the solid 
phase is separated from the liquid phase (b); the solid phase obtained in this way is 
dispersed in the organic phase (a). 

5 17- Preparation process according to one of claims 14 to 16, characterized in that, as 
starting product, titanium dioxide particles are used which were obtained by hydrolysis 
of at least one titanium compound A in the presence of at least one compound B 
chosen from: 

(i) acids which have: 

0 - either a carboxyl group and at least two hydroxyl and/or amine groups, 

- or at least two carboxyl groups and at least one hydroxyl and/or amine group, 

(ii) organic phosphoric acids of the following formulae: 

TR 5 1 O OH 
I II / 
I C | _P 
I \ 
LR4jn OH 

OH O OH 
I II / 
C _ P 
I \ 
F*6 OH 



15 
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in which n and m are integers comprised between 1 and 6, p is an integer 
comprised between 0 and 5, R 4 , R 5 and R 6 identical or different represent a 
hydroxyl, amino, aralkyl, aryl, alky] group or hydrogen group, 
(iii) the compounds capable of releasing sulphate ions in an acid medium, 
5 (iv) salts of the acids described above 

and in the presence of anatase titanium dioxide seeds; 

then separation of the precipitate formed from the hydrolysis medium, 

18- Process according to claim 17, characterized in that, as starting product, titanium 
1 0 dioxide particles are used which were obtained by the aforementioned hydrolysis 

process and in which the anatase titanium dioxide seeds are of a size no greater than 8 
nm and are present in a ratio by weight expressed in Ti02 present in the seeds/titanium 
present before the introduction of the seeds into the hydrolysis medium, expressed in 
Ti02 comprised between 0.01% and 3%. 

15 

19- Process according to claim 17 or 18, characterized in that, as starting product, 
titanium dioxide particfes are used which were obtained by the aforementioned 
hydrolysis process and in which the titanium compound A is titanium oxychlorida 

20 20- Process according to one of claims 17 to 19, characterized in that, as starting 

product, titanium dioxide particles are used which were obtained by the aforementioned 
hydrolysis process and in which compound B is citric acid. 

21- Process according to one of claims 17 to 20, characterized in that, as starting 
25 product, titanium dioxide particles are used which were obtained by a process 

comprising the aforementioned hydrolysis and in which the precipitate formed is 
separated from the hydrolysis medium then redispersed in water resulting in a 
dispersion of titanium oxide in water and where said dispersion is dried at a temperature 
no greater than 120°C< 

30 

22- Process according to one of claims 14 to 21 , characterized in that the sol is 
subjected to an ultrafiltration treatment. 

23- Use of a sol according to one of claims 1 to 10 for the preparation of formulations for 
35 cosmetics, varnishes, paints and in plastics. 
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